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AMENDMENTS TO THE CLAIMS 

1 . (Currently Amended) A semiconductor light emitting device comprising: 

a substrate[[,]]; and 

a light emitting layer forming portion disposed on said substrate so that 
an active layer that emits light by electric current injection is sandwiched between 
n-type and p-type cladding layers made of materials having a larger band gap than 
said active layer, 

wherein said active layer is made of a« a ZnO-based oxide compound 
semiconductor containing at least on e of Cd a nd Zn . 

2. (Original) The semiconductor light emitting device of claim 1 , wherein said 
cladding layers are made of ZnO-based oxide compound semiconductor. 

3. (Original) The semiconductor light emitting device of claim 1 , wherein said 
cladding layers are made of Group III nitride compound semiconductor. 

4. (Original) The semiconductor light emitting device of claim 1 1 2 or 3, 
wherein said active layer is made of Cd x Zni. x O (0<x<1). 

5. (Currently Amended) A semiconductor light emitting device comprising: 

an act i vo layor that e m i ts li ght by ele ctr i c curr e nt i nj e ct i on, and 
c la dding l ay e rs mad o of mat e rials having a l arg e r band gap than said 
act i vo layer, sa i d c l add i ng l ayers sandw i ching sa i d act i v e l ayor from both - s i d e s th e reof ; 
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a single crystalline substrate; and 

a light emitting layer forming portion disposed on said substrate so that 
an active layer that emits light by electric current injection is sandwiched between 
n-type and p-type cladding layers made of materials having a larger band gap than 
said active layer 

wherein said cladding layers are made of an ZnO-based oxide compound 
semiconductor containing Zn or Mg and Zn. 

6. (Original) The semiconductor light emitting device of claim 5, wherein said 
cladding layers are made of Mg y Zni. y O (0<y<1). 

7. (Original) The semiconductor light emitting device of claim 1 , 2, 3, 4, 5 or 6, 
wherein the substrate on which said cladding layers and said active layer are laminated 
is one kind selected from the group consisting of GaN, Si having SiC formed thereon, 
single crystal SiC, and sapphire. 

8. (Original) The semiconductor light emitting device of claim 1,2,3, 4, 5, 6 or 
7, wherein said active layer is a single quantum well structure or a multiple quantum 
well structure. 

9. (Original) A semiconductor laser comprising: 

an active layer that emits light by electric current injection, and 
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n-type and p-type cladding layers made of materials having a larger band 
gap than said active layer and sandwiching said active layer from both sides thereof, 

wherein said active layer is made of Cd x Zni. x O (0<x<1), said cladding 
layers are made of Mg y Zni- y O (0<y<1), and an internal electric current constriction 
layer is built therein. 

(Withdrawn) A method of narrowing a ibajid-^afrofTZnO compound 
semiconductorbyTfrnw^ solid ^sokrttSrfof CdO and ZnO to make a mixed crystal 
having a generaljpflrrtffa represented byT^x^«f^O(0<x<1) to reduce the band gap of 



ZnO. 




y /K . (Original) The semiconductor light emitting device of claim 1 , wherein said 
active layer is made of a bulk layer of Cd x Zni. x O (0<x<1)or a quantum well structure 
constructed with a composition modification of Cd x Zni. x O (0<x<1 ) , and a 
stress-alleviating layer is disposed on at least one side of said n-type cladding layer 
side and said p-type cladding layer side of said active layer so as to be in contact with 
said active layer, said stress-alleviating layer being made of a material having a larger 
band gap than said active layer and having a composition with approximately the same 
lattice constant as a material of the composition located on the outermost side of said 
active layer on said at least one side. 
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^#2. (Original) The semiconductor light emitting device of claim wherein 
said stress-alleviating layer is made of Mg w Zni. w O (0<w<1), and said cladding layers 
are made of oxide compound semiconductor containing Mg and Zn. 



/f3. (Original) A semiconductor laser comprising: 

an active layer that emits light by electric current injection, and 
n-type and p-type cladding layers made of materials having a larger band 
gap than said active layer and sandwiching said active layer from both sides thereof, 

wherein said active layer is made of a quantum well structure constructed 
with a composition modification of Cd x Zni. x O (0<x<1), and a stress-alleviating layer is 
disposed on at least one side of said n-type cladding layer side and said p-type 
cladding layer side of said active layer so as to be in contact with said active layer, said 
stress-alleviating layer being made of Mg w Zni. x O (0<w<1) having a composition with 
approximately the same lattice constant as the composition located on the outermost 
side of said active layer on said at least one side. 



y(. (Original) The semiconductor laser of claim^T wherein said cladding 
layers are made of Mg y Zni. y O (0<y<1 ), and an optical wave guide layer is disposed 
between said stress-alleviating layer and said n-type or p-type cladding layer. 



^>6. (Original) The semiconductor light emitting device of claim 4, wherein a 
low-temperature ZnO layer is disposed at least on said active layer side between said 
active layer and an upper cladding layer. 





\ 
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(Original) The semiconductor light emitting device of claim ^5, wherein 
said low-temperature ZnO layer is disposed to have a thickness from 100 to 1000 A. 




1 7. (Withdrawn) A method of manufacturing a ZnO-based compound 
semicorWqctor light emitting device in which an active layer made of a Znp*l5ased 
compound semi^bRductor containing Cd is sandwiched betweep-dadding layers made 
of ZnO-based compouna^miconductor, comprising toer^steps of 

growing said active fey^r made^pf^aid ZnO-based compound 
semiconductor containing Cd, 

growing a Cd-evajatfration-preventint^ver made of ZnO at 
approximately the sam^tdw temperature as the growth terhp^rature of said active 
layer, and 

' growing a ZnO-based compound semiconductor layer at a Pffe 
terpfferature. 

^(Original) A semiconductor light emitting device comprising: 
a sapphire substrate, 

a buffer layer made of an AI2O3 film disposed on said sapphire substrate, 

and 

a light emitting layer forming portion made of ZnO-based compound 
semiconductor disposed on said buffer layer, said light emitting layer forming portion 
including at least n-type and p-type layers to form a light emitting layer. 
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f. (Original) The semiconductor light emitting device of claim ytf t wherein 
said light emitting layer forming portion has a double heterojunction structure in which 
an active layer made of CdxZ^.xO (0<x<1) is sandwiched between n-type and p-type 
cladding layers made of Mg y Zni_ y O (0<y<1). 



20. (Withdrawn) A method of manufacturing a semiconductor light emitting, 
device osqjiprising the steps of: 

a^siting an A1 203 film at a low temperatur^erfa sapphire substrate, 
raising the temperature^f^id sapphire subsjpateio a temperature such that single 
crystals can be grown, and 

growing a^u§nf emitting layer foritHqcj portion which is made of 
ZnO-based cpnrfpound semiconductor and comprises a fir§t*6GQductivity type layer and 
a sejsdnd conductivity type layer to form a light emittir 



n . (Original) A semiconductor light emitting device comprising: 
a substrate, and 

a semiconductor laminate section disposed on said substrate and made 
of oxide compound semiconductor layers and including a light emitting layer forming 
portion, 

wherein an oxide thin film containing Zn is disposed as a buffer layer on a 
front surface of said substrate at a lower temperature than a temperature of growing 
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semiconductor layers of said semiconductor laminate section and is interposed 
between said substrate and said semiconductor laminate section. 

^ (Original) The semiconductor light emitting device of claim wherein 
said buffer layer is formed to have a thickness of 20 to 200 nm by an MBE method, an 
MOCVD method, or a plasma CVD method between 100 and 300°C. 



(Original) A method of manufacturing a semiconductor light emitting 
device comprising the steps of: 

forming a non-crystalline or polycrystalline oxide thin film containing Zn 
on a substrate by a sputtering method, a vacuum vapor deposition method, or a laser 
ablation method, 

putting said substrate into an apparatus for epitaxial growth of 
semiconductor layers and raising a substrate temperature to a growth temperature, 
and 

laminating an oxide compound semiconductor layer to form a light 

( 

emitting layer forming portion. 



(Original) A semiconductor light emitting device comprising; 
a substrate, and 

a semiconductor laminate section including a light emitting layer forming 
portion made of compound semiconductor layers disposed on said substrate and 
having n-type and p-type layers to form a light emitting layer, 
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wherein a buffer layer is disposed between said substrate and said 



semiconductor laminate section, said buffer layer being made of a material having a 
thermal expansion coefficient larger than the thermal expansion coefficient of an 
epitaxial growth layer at the lowermost layer of said semiconductor laminate section 
and smaller than the thermal expansion coefficient of said substrate. 



said substrate is made of a sapphire substrate; wherein the epitaxial growth layer of 
said lowermost layer is made of a ZnO-based compound semiconductor; and wherein 
said buffer layer is a compound semiconductor having a wurtzite structure. 



^7. (Currently amended) A sem i conductor The semiconductor light emitting 
device of claim 1. further comprising: 
a substrat e , 

a reflective film for reflecting light from a front surface side of said 
substrate, and 

a semiconductor laminate section, 

wherein said reflective film is laminated by an even number of dielectric 
films or semiconductor films having different refractive indices with a thickness of A/(4n) 
(n is a refractive index of the dielectric film or the semiconductor film, and A is a light 




(Original) The semiconductor light emitting device of claim JA, wherein 




said 



buffer layer is made of A1 p Gai-pN (0<p<1) . 
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emission wavelength) on said substrate so that a layer having a smaller refractive 
index and a layer having a larger refractive index are alternately laminated in this order; 
and 

wherein, in said semiconductor laminate section, semiconductor layers 
are laminated on said reflective film to form a the light emitting layer. 

(Currently amended) A semiconductor light emitting device comprising: 
a substrate; 

a reflective film for reflecting light from a front surface side of said 

substrate: 



a semiconductor laminate section: and 

wherein said reflective film is laminated by an even number of dielectric 
films or semiconductor films having different refractive indices with a thickness of A/(4n) 
(n is a refractive index of the dielectric film or the semiconductor film, and A is a light 
emission wavelength) on said substrate so that a layer having a smaller refractive 
index and a layer having a larger refractive index are alternately laminated in this order 
and 

wherein, in said semiconductor laminate section, semiconductor layers 
are laminated on said reflective film to form a the light emitting layer, and 

Th e s e m i conductor l ight e mitt i ng dov i oo of cla i m 27, wherein a buffer 
layer made of oxide containing Zn and formed at a low temperature is disposed on said 
reflective film; and wherein said semiconductor laminate section is formed by 
lamination of oxide compound semiconductor on said buffer layer. 
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. j*9. (Original) The semiconductor light emitting device of claim ^fc, wherein 
said buffer layer is formed by forming a non-crystalline or polycrystalline oxide thin film 
containing Zn by a sputtering method, a vacuum vapor deposition method, or a laser 
ablation method, and said semiconductor laminate section is formed by lamination of a 
ZnO-based compound semiconductor on said buffer layer. 

f^y (Original) A ZnO-based compound semiconductor light emitting device 
comprising: 

a substrate; and 

a light emitting layer forming portion disposed on said substrate and 
forming a light emitting layer by lamination of ZnO-based compound semiconductor 
having at least an n-type layer, wherein an n-side electrode disposed in contact with 
said n-type layer of said ZnO-based compound semiconductor is formed so that a 
portion of said n-side electrode which is in contact with said n-type layer is formed of Ti 
or Cr, said portion not containing A1 . 




A 

(Original) The semiconductor light emitting device of claim 



, wherein a 



layer containing Ti and A1 is disposed on said layer of Ti or Cr. 

(. (Original) The semiconductor light emitting device of claim yt, wherein 
said Ti and A1 are formed into an alloy by an annealing treatment after said layer 
containing Ti and A1 is formed. 
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(Withdrawn) A method of growing a p-type ZnO-based compound 
semiconductor wherein a ZnO-based compound semiconductor is epitaxially grown by 
introducing a Gtoup IA element as a p-type dopant while introducing^ Group VIIB 
element as a bufferhqcj agent in epitaxially growing the ZnO-ba§^d compound 
semiconductor. 

34. (Withdrawn) The grWth method of cterfm 33, wherein at least one kind of 
element selected from the group consisting ofA Na, K t and Rb is used as said Group 
IA element; and wherein at least one kincifff element selected from the group 
consisting of F, C1 , Br, and I is used as saidNSroup VIIB element. 

35. (Withdrawn) The growth method of claim 33 or 34, wherein the molar 
number of said introduced ^roup IA element is larger th^n the molar number of said 
Group VIIB element. 



36. (Withdrawn) A method of growing a p-type ZnO-based compound 
semiconductor wherein a ZnO-based compound semiconductor is epitaxially grown by 
introducing^ a Group VB element as a p-type dopant while introducing a Group NIB 
element as a buffering agent in epitaxially growing said ZnO-based compound 
senrticonductor. 



-12- 



Application No, 09/786,338 
Attorney Docket No. 107400-00023 

TECH/202348v1 



o 



o 



37^(U\£ithdrawn) The growth method of claim 36 > yrf : i€fein at least one kind of 
an element selected ffem^tie group consisting op<P, As, and Sb is used as said 
Group VB element, and wherein aTfe&^k^e kind of an element selected from the 
group consisting of B t Al, GaJjX^nd T1 is useda^soi^Group NIB element. 

38. (Withdrawn) The growth method of claim 36 or 37, wherein the m^t 
numberpfsaid introduced Group VB element is larger than the molar number of said 
Gjefup NIB element. 

^^(Original) A semiconductor light emitting device comprising: 
a substrate, and 

a light emitting layer forming portion made of ZnO-based compound 
semiconductor layers disposed on said substrate and forming a light emitting layer with 
an n-type layer and a p-type layer, wherein said p-type layer contains an element 
capable of becoming an n-type dopant as a buffering agent. 



40. (Withdrawn) A method of growing a p-type compound semicondupterby 
^apor deposition in which a p-type compound semiconductor layerjs^pTtaxially grown 
by an MOCVQmethod, wherein said p-type compounfl^fniconductor layer is formed 
by alternately repeatingVst^p of growincj^tfiin film of compound semiconductor layer 
by introducing a reaction gaj^ef^ai^>4yftecompound semiconductor layer into a 
growth apparatus^mtT a step of carrying out a doping>fQcess by introducing a p-type 
dopanJ^sT 



-13- 



Application No. 09/786,338 
Attorney Docket No. 107400-00023 

TECH/202348v1 



o 



o 




41 . (Withdrawn) A growth method of claim 40, wherein said reaction gas for 
owing said thin film is purged after the step of growing said thin film of compound 
semicbqductor layer; and thereafter said dopant gas is introduced for carrying out said 
doping process. 



42. (Withdrawn) The growth method of claim 40 or#1 , wherein only an 
organic metal material is u^ed as the reaction gas for growing said semiconductor 
layer. 

43. (Withdrawn) The growth^etho^ of claim 41 , wherein nitrogen or a rare 
gas of Group O is introduced into said growth apparatus for purging said reaction gas. 

44. (Withdrawn) A metirod of growing a impound semiconductor by vapor 
deposition in which a p-type^&m pound semiconductorsJayer is epitaxially grown by an 
MOCVD method, wheremf; as a p-type dopant gas, a material having a structure such 
that elements of said/opant are not directly bonded to hydrogen atoms is used. 



. 45. (Withdrawn) A method of growing single crystals of an oxide compound 
semiconductor in which said single crystals of said oxide compound semiconductor are 
grown on a substrate by introducing a dopant element and oxygen in a plasma state, 
wherein said single crystals of said oxide compound semiconductor are grown while 
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removing or deviating charged particles generated in said plasma so that said charged 
particles will not be radiated directly onto said substrate. 

46. Withdrawn) The method of claim 45, wherein removal or deviation of said 
charged pgrticlesste carried out by applying an electric field and/QPB magnetic field, and 
wherein crystals of a\nO-based compound semiconductqp^re grown as said oxide 
compound semiconductor 

47. (Withdrawn) An apparkys fcy'growing a compound semiconductor 
comprising: 

a main chamber, 

a substratejtolder disposed in said rh^in chamber, 
a cell Igroup disposed to be capable of raoiating elements constituting the 
compound semiconductor towards a substrate held by said Substrate holder, and 
a plasma^rfource for radiating a plasma, 

wherein an electromagnetic field applying. apparatus for&pplying an 
^ectric field and/or a magnetic field is disposed at least at a radiation outlet<(or 
radiating said plasma of said plasma source. 




(Original) A ZnO-based compound semiconductor light emitting device 



comprising: 



a substrate, and 
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a light emitting layer forming portion that forms a light emitting layer by 
lamination of a ZnO-based compound semiconductor layer disposed on said substrate, 
wherein said ZnO-based compound semiconductor layer contains C 



element. 



4 



(^1^^ (Original) A semiconductor light emitting device of claim ^^wherein said 

C element is C of an organic metal compound used as a Zn material in growing said 
ZnO-based compound semiconductor layer. 



5(T^(Vi£ithdrawn) A method of manufacturing a ZnO-basedj^omt56und 
semiconductor light erniftfn§^evice in which a ZnO-b^seCfcompound semiconductor 
layer is laminated on a substrate to forrp^trgbLemitting layer, wherein said ZnO-based 
compound semiconductori^^frtfaxially grown on said substrate by radiating an organic 
metal compoundjofZn as a Zn material of said ZnO-based compounfrooto a front 
surfaqjB-tif said substrate for reaction on said substrate surface. 



(Original) A semiconductor laser comprising: 
a substrate, a first cladding layer disposed on said substrate and made of 
a first conductivity type semiconductor, 

an active layer disposed on said first cladding layer, 
a second cladding layer disposed on said active layer and made of a 
second conductivity type semiconductor, and 
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an electric current constriction layer disposed in the inside of or in the 
vicinity of said second cladding layer, 

wherein said electric current constriction layer is made of a ZnO-based 
compound semiconductor doped with a Group IA or Group VB element. 

j$z. (Original) A semiconductor laser of claim^ wherein said first cladding 
layer, said active layer, and said second cladding layer are made of ZnO-based or 
GaN-based compound semiconductor. 

/ i* 

Sp. (Original) The semiconductor laser of claim j^f or ^2, wherein said electric 
current constriction layer is made of Mg z Zni. z O (0<z<1). 




(Original) A semiconductor laser comprising: 
a substrate, 

a first cladding layer disposed on said substrate and made of a first 
conductivity type semiconductor, 

an active layer disposed on said first cladding layer, 

a second cladding layer disposed on said active layer and made of a 
second conductivity type semiconductor, and 

an electric current constriction layer disposed in the inside of or in the 
vicinity of said second cladding layer and made of Mg z Zni. z O (0<z<1), 

wherein an etching stopping layer made of Cd s Zni. s O (0<s<1) or Be t Zni_ t O 
(0<t<1) is disposed on said substrate side of said electric current constriction layer. 
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55. (Withdrawn) A method of manufacturing a semiconductor laser 
comprisin^he steps of: 

growing a first conductivity type cladding layer, an active layer, and a 
second conductivitylyDe lower cladding layer made of ZnO-based compound 
semiconductor on a substrate, 

growing an etchihg stopping layer made of Cd s Zni. s O (0<s<^) and an 
insulating or first conductivity type electric current constriction layer/rfade of Mg z Zni. z O 
(0<z<1) on said second conductivity typ^ower cladding layer, 
etching said electric current constriction layeK^ith an alkalvsolution to form an electric 
current injection region, and 

growing a second conductivity typ^/dpp&( cladding layer made of a 
ZnO-based compound semiconductor. 



56. (Withdrawn) A metho^of manufacturing a semiconductor laser 
comprising the steps of: 

growing a firsKconductivity type cladding layer, an active f^yer, and a 
second conductivity type lower cladding layer made of ZnO-based compound 
semiconductor on ^substrate, 

rowing an etching stopping layer made of Be t Zni_ t O (0<t<1) and an 
insulating £fr first conductivity type electric current constriction layer made of Mg z Zni- 2 0 
(0<z<t) on said second conductivity type lower cladding layer, 
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etching said electriccD^ an acidic or alkaline 

etchant to form an electric curroptdiilection regionTaf 

groyonglfsecond conductivity type upper cladding layefroade 0 f a 
ZnJ>fer3sed compound semiconductor. 






(Currently amended) An oxide compound semiconductor light emitting 
diode comprising: 

an n-type layer made of an n-type ZnO-based compound semiconductor, 
an Mayer made of a s e m ii nsu l at i ng semi-insulating ZnO-based 
compound semiconductor, and 

an electrically conductive layer disposed on a front surface of said Mayer. 

(Original) An oxide compound semiconductor light emitting diode 

comprising: 

an n-type layer made of an n-type ZnO-based compound semiconductor, 
a doped layer in which a ZnO-based compound semiconductor layer is 

doped with at least one kind of element selected from the group consisting of Group IA, 

Group IB, and Group VB elements, and 

an electrically conductive layer disposed on a front surface of said doped 

layer. 



J9. (Original) The semiconductor light emitting diode of claim 5js, wherein said 



n-type layer is doped with a Group IIIB element. 
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^^o) ^ (Original) A semiconductor light emitting device comprising: 
a substrate, and 

a light emitting layer forming portion disposed on said substrate and 
forming a light emitting layer by lamination of compound semiconductor layers having 
at least an n-type layer and a p-type layer, wherein said n-type layer is made of a 
ZnO-based compound semiconductor; and 

wherein said p-type layer is made of a GaN-based compound 
semiconductor. 




§/. (Original) The semiconductor light emitting device of claimed, wherein an 



active layer made of Cd x Zni_ x O (0<x<0.5) is disposed between said n-type layer and 
said p-type layer. 





4^ J pL- (Original) The semiconductor light emitting device of claim wherein an 
n-type ZnO-based compound semiconductor layer made of a material having a larger 
band gap energy than said active layer is disposed between said active layer and said 
p-type layer. 




J ^Q. (Original) A semiconductor light emitting device comprising: 
an insulating substrate. 

a light emitting layer forming portion formed of a p-type layer disposed on 
said insulating substrate and made of a GaN-based compound semiconductor and an 
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n-type layer disposed on said p-type layer and made of a ZnO-based compound 

semiconductor, 

an n-side electrode disposed on said n-type layer, and 

a p-side electrode disposed on said p-type layer which is exposed by 

removal of a portion of said ZnO-based compound semiconductor layer through 

etching. 

/ $ 

p(. (Original) The semiconductor light emitting device of claim ^wherein 
said light emitting layer forming portion has a semiconductor laser structure having a 
p-type layer made of a GaN-based compound semiconductor, an active layer made of 
a ZnO-based compound semiconductor having a smaller band gap energy than said 
p-type layer, and an n-type layer made of a ZnO-based compound semiconductor 
having a larger band gap energy than said active layer; and wherein said laminated 
ZnO-based compound semiconductor layers are removed by etching except for a 
region for injecting an electric current into said active layer. 

6& (Original) The semiconductor light emitting device of claim ,©4, wherein a 
buffer layer made of an n-type ZnO-based compound semiconductor having a larger 
band gap energy than said active layer is disposed between said p-type layer and said 
active layer. 
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